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PLATE HEAT EXCHANGER 

GROUP 3700 

This invention relates to a plate beat exchanger comprising a plurality of layers of at . 
least partially corrugated sheet metal arranged parallel to one another, forming a plurality of 
heat-exchange passages, and at least one header that creates a flow connection among at least 
some of the heat-exchange passages. 

Plate heat exchangers are built from several corrugated sheets (hereinafter referred to 
as "fins") that are stacked over one another and that are separated from one another in each 
case by flat metal partitions. The fins and partitions are connected tightly to one another in 
such a way that a heat-exchanger block is produced, thereby forming a plurality of heat- 
exchange passages for streams to be brought into heat exchange with one another. To 
introduce and withdraw the streams, headers with supports used for attaching the incoming or 
outgoing pipelines are mounted via the inlet or outlet openings of the heat-exchange passages. 

All components of the plate heat exchangers are made from the same material, often 
from aluminum or aluminum alloys. Aluminum pbte-frn heat exchangers are described in a 
brochure of Linde AG. Processing Engineering and Contracting Division entitled "Aluminum 
plate-fin heat exchangers". Descriptions of other plate heat exchangers are found in the 
literature, e.g. Chemical Engineers' Handbook, Perry & Chilton, 5th edition, McGraw-Hill, 
New York, 1973 pages i 1-22 and 1 1-23. 

The headers of the plate heat exchangers are often made of aluminum alloys having an 
increased strength compared to aluminum, but a relatively low strength compared to steel. At 
high pressures, therefore, only headers and supports with relatively small diameters can be 
used. To be able to heat or to cool large throughputs of mass under high pressure in 
aluminum heat exchangers, frequently several individual plate heat-exchanger blocks must be 
arranged in parallel. Even in the individual blocks under these conditions, double headers 
with several supports are, however, unavoidable. The design of aluminum plate heat 
exchangers is therefore very expensive in the case of certain flow criteria, especially under 
high pressures and at high flow rates. 
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An object of this invention is to provide an improved plate heat exchanger. Another 
object is to provide a novel header consmiction. Upon further study of the specification and 
appended claims, other objects of the invention will become apparent. 

The objects are achieved according to the invention by a plate heat exchanger of the 
above-mentioned type, in which at least two parts of the plate heat exchanger comprise 
metallic materials that cannot be welded to one another on an industrial scale. 

Consequently, the plate heat exchanger according to the invention are not limited to 
only one material, but rather require at least two different metallic materials. The two 
different materials can be adapted to the specific operational requirements of the individual 
components of the plate heat exchanger. Thus, for components that are exposed to an 
elevated compression stress, for example for the header of the heat exchanger, a metal is used 
that has a higher strength than the material used for the heat exchanger block 

The two pans of the heat exchanger that comprises different metals or different metal 
alloys are preferably bonded integrally together. Even at high stresses within the plate heat 
exchanger, the bond should provide a stable, durable and tight connection. By using fasteners 
which provide clamping or frictional connections, for example by screwing two components 
together, it is very difficult, owing to the different thermal coefficients of expansion, to 
connect the components tightly enough together so that the sealing of the flow paths in the 
plate heat exchanger is ensured permanently. 

As mentioned above, it is often very difficult to provide a connection of different 
metallic materials that can withstand the thermal stresses of a heat exchanger. Fasteners 
which provide a clamping or frictional connection often are not satisfactory because of 
thermal expansion, and a more stable material is not possible partially because of the different 
properties of the metals that are involved. Thus, for example, aluminum and steel cannot be 
welded to one another at least on an industrial scale, and in the context of this invention such 
metals are considered non-weldable to each other. 

It has therefore proven advantageous to provide an intermediate piece between the two 
components which piece comprises at least two different metals or metal alloys similar to the 
various metallic materials in the components that are to be connected to one another. The 
metals of the intermediate piece are selected in such a way that at least two surfaces of the 
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intermediate piece are present, which in each case can be connected to one of the two 
components in a tight and heat-resistant manner. Each component is preferably welded to 
one of the two sides of the intermediate piece which has the same type of metal. 

The intermediate piece can be produced in various conventional ways while 
maintaining satisfactory bonding strengths. Individual metal layers of the intermediate piece 
can be applied, for example, by thermal coating. Preferably, the intermediate piece is 
produced by explosive plating of two or more metals. To this end, two or more metal plates 
are placed on one another and are provided with a layer of explosive substance. The 
pressures that are produced in an explosion bring the metals in the area of the boundary layer 
between two metal plates into the plastic state, by which a durable and tight connection is 
created. 

The invention is suitable especially for plate heat exchangers in which the sheets or 
the enure heat exchanger blocks consist essentially of aluminum. To date, headers made of 
aluminum are also attached to such heat exchanger blocks, which are accompanied, however, 
by the above-mentioned strength problems. Headers made of steel, especially Cr»Ni steel, 
low^temperature steel or C-steel, are preferably used. The higher strength values of the steel 
headers allow larger header and support dimensions. The previously required double header 
with multiple supports or even the parallel arrangement of several plate heat exchangers is 
avoided or at least reduced. As a result, it is no longer necessary to have costly and difficult 
intermediate tubing between individual heat exchanger blocks. 

Steel headers also provide additional cost advantages in the casts of the tubing. For 
pipelines between different plate heat exchangers, which can now be made of steel instead of 
aluminum, smaller wall thicknesses in comparison to aluminum can now be provided owing 
to the higher strength of steel. The costs and the difficulty of the welding are significantly 
reduced. The steel pipelines from the plate heat exchangers that lead from or to the latter can 
be welded directly to the supports of the header and no longer must be connected to the latter 
via flange connections. 

The headers are fastened to the heat exchanger block via an intermediate piece that 
comprises a composite material that preferably contains at least aluminum and steel 

The intermediate piece is excised from a plate of the composite material, which 
corresponds in size to approximately the contact surface between the header and the heat 



